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(54) HYDROPHILIC RESIN, ABSORPTIVE ARTICLE AND ACRYLIC ACID FOR 
POLYMERIZATION 

(57)Ab$tract: 

PROBLEM TO BE SOLVED:To obtain a hydrophilic resin and an absorptive article having less 
discoloration and change in color in the case of long-term preservation. 
SOLUTION: This hydrophilic resin is obtained by polymerizing a monomer component comprising 
acrylic acid and/or its salt having <0.20 ppm total content of hydroquinone and benzoquinone as 
a main component! This hydrophilic resin comprises an acrylic acid-based polymer as a main 
component, contains hydroquinone and/or benzoquinone and a quinhydrone formation inhibitor 
in the weight ratio of the inhibitor to the total of hydroquinone and benzoquinone of 10- 
1,000,000 times. The hydrophilic resin comprises an acrylic acid-based polymer as a main 
component and has <20 degree of pigmentation (Yl) after being allowed to stand in an open 
system under conditions at 70° C at 65% RH for one week. 

\ ' --iMT-iiiiiri.i.«« i i ■ ii i i ii._jj.i_i uwm ""' - . - " 

LEGAL STATUS 

[Date of request for examination] 

[Date of sending the examiner s decision of 
rejection] 

[Kind of final disposal of application other than 
the examiners decision of rejection or 
application converted registration] 

[Date of final disposal for application] 

[Patent number] 

[Date of registration] 

[Number of appeal against examiner s decision 
of rejection] 



http//W^9jpdl.nc^ 2006/02/15 




FROM HUttffi 06-691 0-6735 2006$ 33 6B(fl) 9:12/11 9 :01/£lff670451 4941 P 24 




[Date of requesting appeal against examiner s 
decision of rejection] 

[Date of extinction of right] 



Copyright (C); 1998,2003 Japan Patent Office 



http://Www19Jpdl.hcipi.eo Jp/P Al/result/£letail/fnain/WAAA48ayCCDA41 1322846... 2006/02/15 



